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THE ANALYSIS OF PITCHBLENDE
ANALYSIS POUND


	Per Cent.
	
	Per Cent.

Uranium oxide (UaOg)
	30 87
	Phosphoric acid .......
	0.06

Silica
	16 14
	Ferrous oxide .........
	10.25

Lime                  . .
	11.20
	Lead oxide ...........
	0.74

Magnesia
	6 12
	Sulphur                ......
	2 27

Copper oxide
	5 32
	Ignition ..............
	9.13

Alumina
	7.0
	
	


	
	
	

The sulphur was found by fusion with peroxide of sodium and
sodium carbonate as in coke (see page 476).